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Abstract 



A nonaqueous-electrolyte secondary battery (1) is disclosed which is capable of maintaining satisfactory 
adhesiveness of leads (3,4) of terminals of electrodes in heat-welded portions of a case (2) of the 
nonaqueous-electrolyte secondary battery without deterioration of the moistureproofing characteristics. 
A battery element is accommodated in a case constituted by laminated films such that the battery 
element is encapsulated by heat welding. Leads of terminals of electrodes electrically conducted with 
the electrodes which constitute the battery element are exposed to the outside portion of the 
nonaqueous-electrolyte secondary battery through heat-welded portions. Portions of the leads of the 
terminals of the electrodes corresponding to the heat-welded portions are coated with an olefine 
adhesive layer containing a titanate coupling material and a coating layer mad e of r esin which is the 



same as resin which forms the innermost layer of each of the laminated films. 
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(54) Nonaqueous-electrolyte secondary battery 

(57) A nonaqueous-electrolyte secondary battery 
(1 ) is disclosed which is capable of maintaining satisfac- 
tory adhesiveness of leads (3,4) of terminals of elec- 
trodes in heat-welded portions of a case (2) of the non- 
aqueous-electrolyte secondary battery without deterio- 
ration of the moistureproofing characteristics. A battery 
element is accommodated in a case constituted by lam- 
inated films such that the battery element is encapsu- 
lated by heat welding. Leads of terminals of electrodes 



electrically conducted with the electrodes which consti- 
tute the battery element are exposed to the outside por- 
tion of the nonaqueous-electrolyte secondary battery 
through heat-welded portions. Portions of the leads of 
the terminals of the electrodes corresponding to the 
heat-welded portions are coated with an define adhe- 
sive layer containing a titanate coupling material and a 
coating layer made of resin which is the same as resin 
which forms the innermost layer of each of the laminated 
films. 
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Description 

BACKGROUND OF THE INVENTION 
s Field of the Invention 

[0001] The present invention relates lo a nonaqueous-electrolyte secondary battery incorporating a battery device 
accommodated in a case constituted by a laminated film, and more particularly to an improvement in a portion for heat- 
welding leads of terminals of electrodes and the case of the battery to each other. 

w 

Description of the Related Art 

[0002] In recent year, a variety of portable electronic apparatuses including a camcoder, a portable telephone and 
a portable computer have been marketed. Under the foregoing circumstances, reduction in the size and weight of the 
f5 foregoing electronic apparatuses has been attempted. As a portable power source for the electronic apparatus, a 
battery, in particular, a secondary battery, and more particularly, nonaqueous-electrolyte secondary battery (a so-called 
lithium ion battery) have energetically been researched and developed to realize a battery which has a small thickness 
and which can be folded. 

[0003] As an electrolyte of the shape variable battery, research and development of solidified electrolytic solution 
so have energetically been performed. In particular, a solid polymer electrolyte having a structure that lithium salt is dis- 
solved in a gel electrolyte which is a solid electrolyte containing a plasticizer has attracted attention. 
[0004] On the other hand, research and development have been performed about a variety of batteries of a type 
which is encapsulated in laminated films obtained by bonding plastic films or a plastic film and a metal member to each 
other to use the advantages of the battery of the foregoing type that the thickness and weight can be reduced. It is an 
25 important fact for a battery of the foregoing type to realize reliable sealing characteristic as well as or better than that 
of a metal tube. 

[0005] To meet the foregoing requirement, an attempt has been suggested in, for example, Japanese Patent Laid- 
Open No. 56-71278. According to the disclosure, leads coated with resin are used to draw out terminals of electrodes 
from a sheet member which encapsulates a battery so as to improve sealing characteristics. 
30 [0006] In Japanese Patent Laid-Open No. 3-62447, an attempt has been suggested to improve the sealing charac- 
teristics by using polyethylene denatured with acrylic acid or polypropylene denatured with acrylic acid as the resin 
employed to form the seal portion of the encapsulating member. 

[0007] Another attempt has been suggested in, for example, Japanese Patent Laid-Open No. 9-288998. According" 
to the disclosure, leads coated with polyolefine resin denatured with maleic acid are used to draw out terminals of 
35 electrodes from a sheet shape member which encapsulates a battery. Also the sealing portion of the sheet shape 
member for encapsulating the battery is made of polyolefine resin denatured with maleic acid. Thus, the sealing char- 
acteristic can be improved. 

[0008] The method disclosed in Japanese Patent Laid-Open No. 56-71278 having the structure that the member for 

encapsulating the battery is made of one type of the resin, however, encounters inward penetration of water through 
40 the resin. What is worse, penetration and volatilization of the electrolytic solution cannot be prevented. Therefore, the 

foregoing method cannot preferably be applied to a battery which uses a solid electrolyte composed of organic solvent. 

[0009] The methods disclosed in Japanese Patent Laid-Open No. 3-62447 and Japanese Patent Laid-Open No. 

9-288998 has a structure that the overall polarity of the resin is raised to improve the sealing characteristics with the 

terminals of the electrodes made of metal. Therefore, the affinity with water is undesirably enhanced in spite of im- 
45 provement in the sealing characteristics. As a result, there arises a problem in that water is undesirably introduced in 

the long term. 

SUMMARY OF THE INVENTION 

so [001 0] In view of the foregoing, an object of the present invention is to sufficiently maintain the sealing characteristics 
of leads of terminals of electrodes in the heat welding portion of the case without deterioration in the resistance against 
moisture penetration. Another object of the present invention to provide a nonaqueous-electrolyte secondary battery 
exhibiting excellent moisture resistance and long lifetime against charge-discharge cycles. 

[0011] To achieve the foregoing objects, according to one aspect of the present invention, there is provided a non- 
55 aqueous-electrolyte secondary battery comprising: a case constituted by laminated films; a battery element accom- 
modated in the case and encapsulated in the case by heat welding; and leads of terminals of electrodes electrically 
conducted with the electrodes which are exposed to the outside portion of the case such that the leads are surrounded 
by heat-welded portions, wherein a portion of at least either of the leads of the terminals of the electrodes corresponding 
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to the heat-welded portion is coated with an define adhesive layer containing a titanate coupling material and a coating 
layer made of resin which is the same as resin which forms the innermost layer of each of the laminated films. 
[0012] As described above, the portions of the leads of the terminals of the electrodes corresponding to the heat- 
welded portions are coated with the define adhesive layer containing the titanate coupling material. Thus, the adhe- 
s siveness of the metal leads of the terminals of the electrodes with respect to the resin can considerably be improved. 
[001 3] The olefine adhesive layer is provided for only the portions corresponding to the leads of the terminals of the 
electrodes. Therefore, enhancement of the affinity with respect to water occurs In very small regions. Hence it follows 
that introduction of water can substantially be prevented. 

[001 4] As described above, the olefine adhesive layer is coated with the coating layer made of the resin which is the 
io same as the resin which forms the innermost layer of each of the laminated films. The coating layer can be integrated 
with the case so that the adhesiveness is furthermore improved. Moreover, the olefine adhesive layer is coated with 
the foregoing coating layer so that introduction of water from the foregoing portion is satisfactorily prevented. 
[001 5] Other objects, features and advantages of the invention will be evident from the following detailed description 
of the preferred embodiments described in conjunction with the attached drawings. 

is 

BRIEF DESCRIPTION OF THE DRAWINGS 
[0016] 

20 Fig. 1 is an exploded perspective view showing an example of the structure of a nonaqueous-electrolyte secondary 

battery according to the present invention; r 

Fig. 2 is a schematic perspective view showing an example of the structure of the nonaqueous-electrolyte sec- 
ondary battery according to the present invention; 

Fig. 3 is a partially-broken schematic and perspective view showing a heat -welded portion of a case; and 
25 Fig. 4 is a cross sectional view showing a lead of a terminal of a negative electrode. 

DESCRIPTION OF THE PREFERRED EMBODIMENTS 

[0017] The structure of a nonaqueous-electrolyte secondary'battery according to the present invention will now be 

30 described with reference to the drawings. 

[0018]. The nonaqueous-electrolyte secondary battery according to the present invention is, for example, a solid 
electrolyte battery or a gel electrolyte battery. As shown in Figs. 1 and 2, a battery element 1 contains a solid electrolyte 
or a gelelectrolyte placed between an active material layer of a positive electrode and an active material layer of a 
negative electrode. The battery element 1 is accommodated in a case 2 constituted by laminated films. Then, the 

3S peripheral portion of the case 2 is welded with heat so that the battery element 1 is encapsulated. 

[0019] The battery element 1 is provided with a negative-electrode terminal lead 3 which is electrically connected to 
the negative electrode, which constitutes the battery element 1 , and a positive electrode terminal lead 4 which is elec- 
trically connected to the positive electrode. The negative-electrode terminal lead 3 and the positive electrode terminal 
lead 4 are draw out to the outside portion of the case 2. 

40 [0020] The nonaqueous-electrolyte secondary battery according to the present invention has a structure that the 
negative-electrode terminal lead 3 and the positive electrode terminal lead 4 are held by heat-welded portions of the 
case 2 and exposed to the outside portion of the case 2 when the battery element 1 is encapsulated by the case 2. At 
least portions of the negative-electrode terminal lead 3 and the positive electrode terminal lead 4 which are held by 
the laminated films and arranged to be welded with heat are attempted to realize a satisfactory adhesiveness with the 

45 metal which constitutes the terminals and that with the innermost layers of the laminated films. To achieve this, each 
of the foregoing portions of the negative-electrode terminal lead 3 and the positive electrode terminal lead 4 is coated 
with an olefine adhesive layer containing a titanate coupling material and resin which is the same as resin which forms 
the innermost layer o1 the laminated film. 

[0021] The foregoing structure is shown in Fig. 3. The case 2 is constituted by three layers consisting of, for example, 
so a case protective layer 21, an aluminum layer 22 and a heat-welded layer (the innermost layer of the laminate) 23. 
The peripheral portion of the case 2 is welded with heat so that the inside portion of the case 2 is sealed. Therefore, 
the peripheral portions of the case 2 each having a predetermined width serve as heat-welded portions 2a. The heat- 
welded layers 23 in the heat-welded portion 2a are welded to each other with heat. 

[0022] Therefore, the negative-electrode terminal lead 3 and the positive electrode terminal lead 4 traverse the heat- 
55 welded portions 2a. Thus, the negative-electrode terminal lead 3 and the positive electrode terminal lead 4 are drawn 
out to the outside portion of the case 2. 

[0023] In the present invention, portions of the negative-electrode terminal lead 3 and the positive electrode terminal 
lead 4 corresponding to the heat-welded portions 2a are coated with an olefine adhesive layer 5 and a coating layer 
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6. Fig. 4 shows an example of the structure for coating the negative-electrode terminal lead 3. The negative-electrode 
terminal lead 3 is first coated with the define adhesive layer 5. Then, the define adhesive layer 5 is coated with the 
coating layer 6 made of resin which is the same as resin for forming the innermost layer (the heat-welded layer 23) of 
the laminated film which constitutes the case 2. 

s [0024] The olefin e resin for forming the define adhesive layer 5 may be any one of a variety of olefine resin materials, 
such as polyethylene, polypropylene, denatured polyethylene or denatured polypropylene, having a commercial mois- 
tu reproofing grade. As an alternative to this, adhesive polyoleRne resin may be employed which is represented by 
"BONDYNE" which is trade name of Sumitomo Chemical and "POLYTACK" which is trade name of Idemitsu Petro- 
. chemistry. Note that a mixture of two or more types of the foregoing materials may be employed. The employed material 

io is diluted in solvent, such as toluene, so that solution is prepared. Then, the surfaces of the leads of the terminals of 
the electrodes are coated with the foregoing solution by using a brush or a dispenser. Then, the wet portions are heated 
so as to be dried so that the olefine adhesive layer 5 is formed. 

[0025] Then, a titan ate coupling material exemplified later is mixed in an adequate quantity with the olefine adhesive 
layer 5. Thus, satisfactory adhesiveness with the metal constituting the terminals and that with the resin which consti- 
f5 tutes the innermost layer of the laminated film can furthermore reliably be obtained without any deterioration in the 
moistureproofing characteristic. 

[0026] The titanate coupling material is exemplified by tetraalkoxy titanium compounds expressed by general formula 
Ti(OR) 4 (where R is carbon hydride), such as diisopropoxy bis (ethylacetoacetate) titanium, tetraisopropoxytrtanium, 
tetra-n-butoxytitanium, tetrakis (2-ethylhexyloxy) titanium, tetrastearyloxytitanium and tetramethoxytitanium or an 

20 acylate compound obtainable from reactions between the foregoing compound and carboxylic acid anhydride. 

[0027] Also any one of the following materials may be employed: titanium xylate compounds expressed by general 
formula (HOYO) 2 Ti(OR) 2 or (H 2 NYO) 2 Ti(OR) 2 (where each of Y and R is carbon hydride), such as diisopropoxybis 
(acetylacetonate) titanium, isopropoxy (2-ethyl-1, 3-hexanediorate) titanium, direction (2-ethy!hexoxy) bis (2-ethyl-1, 
3-hexanediorate) titanium, di-n-butoxybis (triethanolaminate) titanium, tetraacetylacetate titanium, hydroxybis (lactate) 

25 and titanium. 

[0028] As an alternative to this, a titanate coupling material composed of a titanium compound or an alcoxypolytita- 
nylacylate compound selected from a group consisting of the following materials may be employed: isopropyl triiso- 
stealoyl titanate, isopropyltri-n-dodecylbenzenesulfonyl titanate, isopropyltris (dioctylpyrophosphate) titanate, tetraiso- 
propylbis (dioctylphosphite) titanate, tetraoctylbis (ditridecylphosphite) titanate, tetra (2, 2-diaryloxymethyl-1 -butyl) bis 

30 (ditridecyl) phosphite titanate, bis (dioctylpyrophosphate) oxyacetate titanate, bis (dioctylpyrophosphate) ethylene ti- 
tanate, Isopropyltrioctanoyl titanate, isopropyldimethacryloylisostealoyl titanium, isopropylisostealoyldiacryl titanate, 
isopropyltri (dioctylphosphate) titanate, isopropyltricumylphenyl titanate and isopropyltri (N-aminoethyl, aminoethyl) 
titanate. The foregoing material may be employed solely or mixture of the foregoing materials may be employed. 
[0029] One of the foregoing materials may be employed or a mixture of two or more materials may be mixed with 

35 each other so as to be blended into the olefine adhesive layer 5. 

[0030] The coating layer 6 used to coat the olefine adhesive layer 5 is made of the resin which is the same as the 
resin which forms the innermost layer of the laminated film. Any one of a variety of the following olefine resin materials 
each having the commercial moistureproofing grade may be employed: polyethylene, polypropylene, denatured poly- 
ethylene and denatured polypropylene. As the bonding method, a film made of the foregoing olefine resin may be used, 

40 folbwed by contact-bonding the olefine resin film or by welding the same with heat. As an alternative to this, an insert 
molding method or the like may be employed. 

[0031] The electrode terminal leads (the negative-electrode terminal lead 3 and the positive electrode terminal lead 
4) are connected to the corresponding positive and negative electrodes. It is preferable that the material of the positive 
electrode terminal lead 4 is aluminum, titanium or their mixture from a viewpoint of realizing a high potential and a 
45 characteristic free from dissolution. It is preferable that the negative-electrode terminal lead 3 may be made of copper, 
nickel or their alloy. 

[0032] Since the negative-electrode terminal lead 3 made of nickel or the like some times raises a problem of un- 
satisfactory adhesiveness, the olefine adhesive layer 5 and the coating layer 6 may be provided for only the negative- 
electrode terminal lead 3. 

so [0033] The innermost layer of the laminated film must have resistance against the electrolytic solution and penetration 
of moisture. To meet the foregoing requirements, it is preferable that polyethylene, polypropylene or a denatured ma- 
terial of polyethylene or polypropylene is employed. The foregoing resin, however, suffers from poor adhesiveness 
with metal forming the terminals of the electrodes. To simply improve the adhesiveness with metal, it might be feasible 
to employ resin denatured with acrylic acid or maleic acid or resin having the polarity raised by an ionomer process. 

55 if the polarity is raised by the foregoing method, also affinity with water is undesirably enhanced. In the foregoing case, 
only initial adhesiveness is realized. As the time elapses, water is introduced greatly as compared with the denatured 
material, causing the adhesiveness to deteriorate. As a result, water in a large quantity undesirably penetrates. There- 
fore, it is inadvisable to provide the foregoing olefine resin having the improved polarity for the innermost layer of the 
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resin provided for the leads of the terminals of the electrode or the laminated film to obtain the adhesiveness with metal 
which constitutes the terminals of the electrodes. 

[0034] In the present invention, the olefine adhesive layer 5 is formed on metal which constitutes the leads of the 
terminals of the electrode, the olefine adhesive layer 5 containing the titanate coupling material mixed in a proper 
5 quantity and having improved adhesiveness with metal without deterioration of the moistu rep roofing characteristic. 
Therefore, a satisfactory state of adhesion can be realized between metal constituting the leads of the terminals of the 
electrodes and the olefine resin provided for the innermost layer of titanate laminated film such that penetration of 
water can significantly be prevented. 

[0035] Moreover, the olefine adhesive layer 5 is made of the resin (the coating layer 6) which is the same as the 
to resin which constitutes the innermost layer of the laminated film. Therefore, the problem that the olefine adhesive agent 
absorbs moisture before use of the nonaqueous-electrolyte secondary battery can be prevented. Hence it follows that 
strong adhesion with the resin constituting the innermost layer of the laminated film and having the polarity, which has 
not been improved, can be realized by using heat. 

[0036] The olefine adhesive agent has a structure that the olefine resin contains the titanate coupling material by 

is 0.3 wt% to 20 wt%, preferably 0.5 wt% to 10 wt%. 

[0037] If the quantity of the titanate coupling material is 0.3 wt% or smaller, the adhesiveness cannot be improved. 
If the quantity is 20 wt% or larger, strong coagulation of the titanate coupling material inhibits formation of a strong 
adhesive layer. To form a strong adhesiveness, it is preferable that the quantity is 0.5 wt% or larger. To realize a uniform 
material, it is preferable that the quantity is 10 wt% or smaller. 

20 [0038] When the thickness of the olefine adhesive layer 5 containing the titanate coupling material is 0.5 jam or 
smaller, the adhesiveness cannot be improved. If the thickness is 100 jam or larger, the mechanical strength required 
for the adhesive layer cannot be obtained. If the thickness is 1 u.m or smaller, the operation for forming a uniform layer 
cannot easily be performed. If the thickness is 50 urn or larger, water in an excessively large quantity penetrates the 
olefine adhesive layer 5. 

2S [0039] The thickness of the coating layer 6, which is formed on the olefine adhesive layer 5 containing the titanate 
, coupling material and which is made of the resin which is the same as the resin which constitutes the innermost layer 
of the laminated film, is not less than 1 um nor more than 100 jim, preferably not less than 5 urn nor more than 50 um 
If the thickness is 1 u/n or smaller, the effect of protecting the olefine adhesive layer 5 from moisture required before 
use cannot be realized. If the thickness is 100 urn or larger, an excessively large quantity of water penetrates the 

30 coating layer 6. 

[0040] As a simple and reliable method of forming the coating layer 6 on the olefine adhesive layer 5 : the heat welding 
method may be employed. If the thickness of the coating layer 6 is 5 ujti or smaller, the thickness is undesirably changed 
to about 1 um during the welding process. Therefore, it is preferable that the thickness of the coating layer 6 is 5 \xm 
or larger. The coating layer 6 is an intermediate layer between the olefine adhesive layer 5 and the innermost layer of 

35 the laminated film. Therefore, an excessively large thickness is not required. To prevent a loss of electricity and heat 
which are used during the heat welding process, it is preferable that the thickness is 50 jim or smaller 
[0041] When the battery element 1 is a solid electrolyte battery or a gel electrolyte battery, a polymer material for 
preparing the solid polymer electrolyte may be any one of the following materials: silicon gel, acrylic gel, acrylonitrile 
gel, polyphosphagen denatured polymer, polyethylene oxide, polypropylene oxide, their composite polymer, 

40 crosslinked polymer, denatured polymer, fluorine polymer, for example, poly (vinylidene fluoride), poly (vinylidene flu- 
oride-co-hexafluoropolypropylene), poly (vinylidenefluoride-co-tetrafluoroethylene) and poly (vinylidenefluoride-co-tri- 
fluoroethylene). Also a mixed material of the foregoing materials may be employed. As a matter of course, the polymer 
material is not limited to the foregoing material. 

[0042] A method of obtaining the solid electrolyte or the gel electrolyte laminated on the positive-electrode active 
46 material layer or the negative-electrode active material layer will now be described. Solution is prepared which is com- 
posed of a polymer compound, salt of electrolyte and solvent (and a plasticizer in a case of the gel electrolyte). Then, 
positive-electrode active material layer or the negative-electrode active material layer is impregnated with the foregoing 
solution. Then, the solvent is removed so that a solid electrolyte is obtained. The positive-electrode active material 
layer or the negative-electrode active material layer is impregnated with a portion of the solid electrolyte laminated on 
so the positive-electrode active material layer or the negative-electrode active material layer so that the foregoing elec- 
trolyte is solidified. When the crosslinking type material is employed, light or heat is used to realize crosslinking so that 
a solid material is obtained. 

[0043] The gel electrolyte is composed of the plasticizer containing lithium salt and a matrix polymer in a quantity 
not less than 2 wt% nor more than 30 wt%. To obtain the gel electrolyte, ester, ether or carbonic ester may solely be 
55 employed or as one of the components of the plasticizer. 

[0044] The matrix polymer for gelling the carbonic ester in the process for preparing the gel electrolyte may be any 
one of polymers for use to constitute the gel electrolyte. From a viewpoint of stability of oxidation and reduction, it is 
preferable that fluorine polymer, for example, poly (vinylidenefluororide) or poly (vinylidenefluoride-co-hexafluoropol- 
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ypropylene), is employed. 

[0045] The lithium salt which is contained in the gel electrolyte or the polymer solid electrolyte may be lithium salt 
for use in a usual electrolytic solution of a battery. The lithium compound (salt) is exemplified by the following materials. 
Note that the present invention is not limited to the following materials. 

s [0046] The lithium compound (salt) is exemplified by: lithium chloride, lithium bromide, lithium iodide, lithium chlorate, 
lithium perchlorate, lithium bromate, lithium iodate, lithium nitrate, lithium tetrafluoroborate, lithium hexafluorophos- 
phate, lithium acetate, bis (trifluoromethanesulfonyl) imidolithium, LiAsF 6 , LiCF 3 S0 3 , LiC (S0 2 CF 3 ) 3 , LiAICI 4 or LiSiF 6 . 
[0047] The foregoing lithium compound may be employed solely or a plurality of the lithium compounds may be 
mixed. It is preferable that LiPF 6 or LiBF 4 is employed from a viewpoint of stability of oxidation and reduction. 

10 [0048] The lithium salt is dissolved at a concentration of 0.1 mol to 3.0 mol in the plasticizer in a case of the gel 
electrolyte, preferably 0.5 mot/litter to 2.0 mol/litter. 

[0049] The battery according to the present invention can be constituted by a method similar to a method tor con- 
stituting a conventional lithium ion battery except for the structure of the present invention in which the foregoing gel 
electrolyte or the solid electrolyte containing the foregoing carbonic ester is employed. 

75 [0050] The material of the negative electrode of the lithium ion battery may be a material which is able to dope/ 
dedope lithium. The foregoing material of the negative electrode may be a carbon material, such as non-graph itizing 
carbon or a graphite material. Specifically, any one of the following carbon materials may be employed: pyrocarbon; 
cokes (pitch cokes, needle cokes or petroleum cokes); graphite; vitreous carbon, a sintered compact of an organic 
polymer compound (a material obtained by sintering phenol resin or furan resin at a proper temperature so as to be 

20 carbonized); carbon fiber and active carbon. As an alternative to this, the material which is able to dope/dedope lithium 
may be a polymer material, such as polyacetylene or polypyrrble, or oxide, such as SnC^. When the negative electrode 
is manufactured from any one of the foregoing materials, a known binder and the like may be added. 
[0051] The positive electrode may be manufactured by using metal oxide, metal sulfide or a specific polymer to 
correspond to the type of the required battery.. When the lithium ion battery is manufactured, the active material of the 

25 positive electrode may be any one of the following materials: metal sulfide or oxide which does not contain lithium, for 
example, TiS 2 , MoS 2 , NbSeg or V 2 O s ; or composite lithium oxide mainly composed of LixM0 2 (where M is one or more 
types of transition metal and x which varies depending on the state of charge/discharge of the battery is usually not 
less than 0.05 nor more than 1 . 10). It is preferable that the transition metal M which constitutes the composite lithium 
oxide is Co, Ni, Mn or the like. The composite lithium oxide is exemplified by LiCoO^, UNi0 2 , LiNi y Co 1 . y 0 2 (where 0 

30 < y < 1 ) and LiMn 2 0 4 . The foregoing composite lithium oxide is an active material for the positive electrode which is 
capable of generating high voltage and which exhibits a satisfactory energy density. Plural types of the foregoing active 
materials may be contained in the positive electrode. When the active material is employed to manufacture the positive 
electrode, a known conductive material and a binder may be added. 

35 Examples 

[0052] Examples and comparative examples of the present invention will now be described on the basis of results 
of experiments. 

40 Manufacture of Sample Batteries 

[0053] Initially, the negative electrode was manufactured as follows. 

[0054] Ninety parts by weight of powder of graphite and 10 parts by weight of poly (vinylidenefluoride-co-hexafluor- 
opropylene) serving as the binder were mixed with each other so that a mix for the negative electrode was prepared. 

45 Then, the mix for the negative electrode was dispersed in N-methyl-2-pyrolidone so that slurry was obtained. The slurry 
was uniformly applied to either side of elongated copper foil which was a collector for the negative electrode and which 
had a thickness of 10 pm. Then, wet slurry was dried, and then a compression molding process was performed by 
operating a roll pressing machine. Thus, the negative electrode was manufactured. 
[0055] On the other hand, the positive electrode was manufactured as follows. 

so [0056] To obtain a positive-electrode active material (LiCo0 2 ), lithium carbonate and cobalt carbonate were mixed 
with each other at a ratio of 0.5 mol:1 mol. Then, the mixture was baked in air at 900°C for 5 hours. Then, 91 parts by 
weight of obtained LiCoQ^ 6 parts by weight of graphite serving as a conducting material and 10 parts by weight of 
poly (vinylidenefluoride-co-hexafloropolypropylene) were mixed with one another so that a mix for the positive electrode 
was prepared. Then, the mix for the positive electrode was dispersed in N-methyl-2-pyrolidone so that slurry was 

55 obtained. The slurry was uniformly applied to elongated aluminum foil which was a collector of the positive electrode 
and which had a thickness of 20 jam. Then, wet slurry was dried, and then a compression molding process was per- 
formed by operating a roll pressing machine. Thus, the positive electrode was manufactured. 
[0057] The gel electrolyte was obtained as follows. 
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[00S8] Each of the negative electrode and the positive electrode was uniformly coated with solution and impregnated 
with the same which was obtained as follows: 10 parts by weight of poly (vinyl idenefluoride-co-hexafluoropolyp ropy I- 
ene) having a weight average molecular weight Mw which was 600,000 and 60 parts by weight of diethyl carbonate 
were mixed and dissolved in 30 parts by weight of a plasticizer composed of 42.5 parts by weight of ethylene carbonate 
s (EC), 42.5 parts by weight of polypropylene carbonate (PC) and 15 parts by weight of LiPF 6 . Then, the negative elec- 
trode and the positive electrode were allowed to stand at room temperatures for 8 hours. Then, dimethyl carbonate 
was vaporized and removed so that a gel electrolyte was obtained. 

[0059] The negative electrode and the positive electrode which were coated with the gel electrolyte were pressed 
against each other such that the gel electrolyte portions faced each other. As a result, a flat gel electrolyte battery 
having a size 2.5 cm x 4.0 cm and a thickness of 0.3 mm was manufactured. 

[0060] A lead of the terminal of the positive electrode made of aluminum and a lead of the terminal of the negative 
eiectrode made of nickei were weided to portions of the electrodes on each of which the active material layer was not 
applied (the aluminum foil portion of the positive electrode and the copper foil portion of the negative electrode). Then, 
the battery element was inserted into an encapsulating medium constituted by the laminated film. Then, the laminated 
is film was welded with heat under conditions of 200°C and 10 seconds such that the width of sealing was 5 mm. Thus, 
test batteries were manufactured. 

Examples and Comparative Examples 

20 [0061] As shown in Table 1 , the composition of the material, the quantity of the contained titanate coupling material, 
the thickness of the adhesive layer on the lead of the terminal, the thickness of the olefine resin (the coating layer) 
applied to the adhesive layer and the terminal subjected to the process were varied to manufacture sample batteries 
by the above-mentioned method of manufacturing the test battery. 

[0062] When only either of the positive electrode or the negative electrode was subjected to the process, the adhesive 
25 agent was not applied to the other electrode. Similarly to the innermost layer of the laminated film, only the resin film 
was previously welded with heat. 
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Table 1 





Composition of 
Material 


Quantity of 
Contained 
Coupling Material 
(wt%) 


Thickness of 
Adhesive Layer 

on Lead of 
Terminal (\xm) 


Example 1 
Example 2 
Example 3 


A-a 


3 


15 


Example 4 
Example 5 
Example 6 


A-b 


7 


3 


Example 7 
Example 8 
Example 9 


A-c 


5 


10 


Example 10 
Example 11 
Example 12 


B-a 


5 


10 


Example 13 
Example 14 
Example 15 


B-b 


8 


10 


Example 16 
Example 17 


B-c 


4 


15 
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Example 18 








s 


Example 19 


C-a 


4 


15 




Example 20 










Example 21 








10 


Example 22 


C-b 


7 


7 




Example 23 








IS 


Example 24 










Example 25 


C-c 


2 


10 . 




Example 26 








20 


Example 27 








25 


Comparative 
Example 1 


A-a 


3 


15 


Comparative 
Example 2 








30 


Comparative 
Example 3 


A-b 


7 


0.3 




Comparative 
Example 4 






120 


35 


Comparative 
Example 5 






0.7 


40 


Comparative 
Example 6 


A-c 


0.1 


10 




Comparative 
Example 7 




0.4 




45 


Comparative 
Example 8 




12 





50 
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5 


Comparative 
Example 9 


D-d 








Comparative 
Example 10 


E-e 






70 


Comparative 
Example 11 


F-f 







75 




Thickness of Olefine Resin Applied to 
Adhesive Layer (\im) 


Terminal Subjected to Process 




Example 1 


15 


only Ai tor positive electrode 


20 


Example 2 




only Ni for negative electrode 


Example 3 




both of positive and negative electrodes 




Example 4 


30 


only AI for positive electrode 




Example 5 




only Ni for negative electrode 


25 


Example 6 




both of positive and negative electrodes 




Example 7 


20 


only AI for positive electrode 




Example 8 




only Ni for negative electrode 


30 


Example 9 




both of positive and negative electrodes 


Example 10 


15 


only AI for positive electrode 




Example 11 




only Ni for negative electrode 




Example 12 




both of positive and negative electrodes 


35 


Example 13 


OA 

20 


only AI for positive electrode 




Example 14 




only Ni for negative electrode 




Example 15 




both of positive and negative electrodes 


40 


Example 16 


20 


only AI for positive electrode 


Example 17 




only Ni for negative electrode 




Example 18 




both of positive and negative electrodes 




Example 19 


20 


only AI for positive electrode 


45 


Example 20 




only Ni for negative electrode 




Example 21 




both of positive and negative electrodes 




Example 22 


30 


only AI for positive electrode 


SO 


Example 23 




only Ni for negative electrode 


Example 24 




both of positive and negative electrodes 




Example 25 


15 


only AI for positive electrode 




Example 26 




only Ni for negative electrode 


55 


Example 27 




both of positive and negative electrodes 
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(continued) 





Thickness of Olefine Resin Applied to 
Adhesive Layer (u.m) 


Terminal Subjected to Process 


Comparative Example 1 


150 


both of positive and negative electrodes 


Comparative Example 2 


1 


Comparative Example 3 


30 


both of positive and negative electrodes 


Comparative Example 4 


Comparative Example 5 


Comparative Example 6 


20 


both of positive and negative electrodes 


Comparative Example 7 






Comparative Example 8 






Comparative Example 9 


100 


both of positive and negative electrodes 


Comparative Example 10 


Comparative Example 11 



[0063] The resin for use to form the innermost layer of the laminated film in Table was as follows. 



' A: CPP (cast polypropylene) 
25 B: PE (polyethylene) denatured CPP 

C: LLDPE (straight-chain low-density polyethylene) 
D: LLDEP denatured with maleic acid 
E: CPP denatured with maleic acid 
F: PE denatured with acrylic acid 

30 

[0064] The composition of the adhesive layer formed on the lead of the terminal of the electrode was as follows: 

a: A mixed material composed of 20 wt% EPR (ethylenepropylene rubber), 40 wt% toluene and 40 wt% xylene 
was mixed and dissolved at 60°C, followed by adding diisopropoxybis (ethylacetoacetate) titanium was added in 
35 such a manner that the composition shown in Table 1 was realized. After application, the applied solution was 

dried at 1 50°C for one hour. 

b: A mixed material composed of 20 wt% of CPP denatured with PE, 10 wt% of decalin and 70 wt% of toluene 
was mixed and dissolved at 40°C, followed by adding tetraisopropoxy titanium was added in such a manner that 
the composition shown in Table 1 was realized. After application, the applied solution was dried at 150°C for one 
40 hour. 

c: A mixed material composed of 10 wt% of EPR, 10 wt% of CPP denatured with PE, 10 wt% of decalin and 70 
wt% of toluene was mixed and dissolved at 40°C, followed by adding tetra-n-butoxy titanium was added in such 
a manner that the composition shown in Table 1 was realized. After application, the applied solution was dried at 
1 50°C for one hour. 

45 d: Films made of LLCEP denatured with maleic acid and each having a thickness of 100 um were welded to the 

upper and lower surfaces of the electrode such that the films faced' each other. 

e: Films made of CPP denatured with maleic acid and each having a thickness of 100 u/n were welded to the 
upper and tower surfaces of the electrode such that the films faced each other 

f: Films made of PE denatured with acrylic acid and each having a thickness of 100 jim were welded to the upper 
50 and lower surfaces of the electrode such that the films faced each other. 

Evaluation 

[0065] The test batteries according to Examples 1 to 27 and Comparative Examples 1 to 11 were introduced into a 
55 thermo-hygrostat tank set to 70° C and relative humidity of 90 %. After a lapse of 720 hours, the concentration of water 
was measured by the Karl Fischer's method. 

[0066] The test batteries according to Examples 1 to 27 and Comparative Examples 1 to 11 were introduced into a 
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thermo-hygrostat tank set to 40° C and 65 % which was the relative humidity to perform charge/discharge cycle tests 
at 2-hour discharge (1/2C) ol theoretical capacity such that the charge and discharge were performed 500 times. Thus, 
retention ratios of the discharge capacities were measured. 
[0067] Results were shown in Table 2. 



Table 2 







Concentration of Water (ppm) 


Discharge Capacity Retention Ratio (%) 




Example 1 


3 


90 


10 


Example 2 


3 


90 




Example 3 


2 


93 




Example 4 


5 


90 


IS 


Example 5 


3 


90 


Example 6 


1 


95 




Example 7 


4 


89 




Example 8 


3 


91 


20 


Example 9 


2 


97 




Example 10 


5 


90 




Example 11 


3 


90 


25 


Example 12 


1 


96 




Example 1 3 


3 


91 




Example 14 


3 , 


91 




Example 15 


1 


96 


30 


Example 16 


2 


91 




Example 17 


4 


90 




Example 18 


2 


93 


35 


Example 1 9 


3 


92 




Example 20 


2 


92 




Example 21 


1 


95 




Example 22 


4 


90 


40 


Example 23 


2 


91 




Example 24 


1 


96 




Example 25 


3 


90 


45 


Example 26 


2 


91 




Example 27 


1 


95 




Comparative Example 1 


12 


70 


50 


Comparative Example 2 


7 


78 


Comparative Example 3 


9 


75 




Comparative Example 4 


9 


77 




Comparative Example 5 


8 


75 


55 ' 


Comparative Example 6 


9 


80 




Comparative Example 7 


7 


78 
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Table 2 (continued) 



10 



20 



25 





Concentration of Water (ppm) 


Discharge Capacity Retention Ratio (%) 


Comparative Example 8 


7 


77 


Comparative Example 9 


15 


68 


Comparative Example 10 


15 


70 


Comparative Example 11 


97 


30 



[0068] As can be understood from Table 2, Examples 1 to 27 structured such that the adhesiveness of the leads of 
the terminals of the electrodes were improved without dependency on the improvement in the polarity of the define 
resin and the adhesive layer and the olefine resin layer formed on the adhesive layer were caused to have optimum 
thicknesses such that excessive enlargement of the thicknesses were prevented were able to satisfactory prevent 
introduction of water. Therefore, satisfactory cycle resistance characteristics were confirmed. Comparative Examples 
1 to 8 were resulted in unsatisfactory moistureproofing characteristics as compared with the examples because the 
thicknesses of the layers were not optimized and the quantity of the coupling agent was not set properly. Comparative 
Examples 9 to 11 resulted in furthermore unsatisfactory results because of the moisture absorption of the employed 
resin. 

[0069] As can be understood from the foregoing description, the present invention is able to maintain the adhesive- 
ness of the leads of the terminals of the electrode in the heat-welded portions with the case without deterioration in 
the moistureproofing characteristics. As a result, a nonaqueous-electrolyte secondary battery exhibiting excellent mois- 
tureproofing characteristics and a long lifetime against charge/discharge cycles can be provided. 
[0070] Although the invention has been described in its preferred form and structure with a certain degree of partic- 
ularity, it is understood that the present disclosure of the preferred form can be changed in the details of construction 
and in the combination and arrangement of parts without departing from the spirit and the scope of the invention as 
hereinafter claimed. 
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Claims 

1. A nonaqueous-electrolyte secondary battery comprising: ' 
a case constituted by laminated fiims; 

a battery element accommodated in said case and encapsulated in said case by heat welding; and 



leads of terminals of electrodes electrically conducted with said electrodes which are exposed to the outside 
portion of said case such that said leads are surrounded by heat-welded portions, wherein 
40 a portion of at least either of said leads of said terminals of said electrodes corresponding to said heat-welded 

portion is coated with an olefine adhesive layer containing a titanate coupling material and a coating layer 
made of resin which is the same as resin which forms the innermost layer of each of said laminated films. 

2. A nonaqueous-electrolyte secondary battery according to claim 1, wherein said lead of said terminal of said elec- 
45 trode coated with said olefine adhesive layer containing said titanate coupling material and said coating layer made 

of the resin which is the same as the resin which forms the innermost layer of said laminated films is a lead of a 
terminal of an electrode for a negative electrode. 

3. A nonaqueous-electrolyte secondary battery according to claim 2, wherein said lead of said terminal of said elec- 
50 trode for said negative electrode is made of nickel. 

4. A nonaqueous-electrolyte secondary battery according to claim 1 , wherein the quantity of said titanate coupling 
material contained in said olefine adhesive layer is 0.3 wt% to 20 wt%. 

55 5. A nonaqueous-electrolyte secondary battery according to claim 1 , wherein the thickness of said olefine adhesive 
layer is 0.5 |im to 100 um 

6. A nonaqueous-electrolyte secondary battery according to claim 1 , wherein the thickness of said coating layer is 1 
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ujti to 100 urn 

7. A nonaqueous-electrolyte secondary battery according to claim 1 , wherein an electrolyte which constitutes said 
battery element is a gel electrolyte or a solid electrolyte containing matrix polymer and lithium salt. 

8. A nonaqueous-electrolyte secondary battery according to claim 7, wherein said matrix polymer is polyvinylidene- 
fluoride and/or copolymer of vinylidenefluoride and hexafluoropropytene. 

9. A nonaqueous-electrolyte secondary battery according to claim 1 , wherein said negative electrode which consti- 
tutes said battery element is a negative electrode containing a material which is capable of doping/dedop in g lithium. 

1 o ? A nonaqueous-electrolyte secondary batten/ according to claim 9, wherein said material which is capable of doping/ 
dedoping lithium is a carbon material. 

11 . A nonaqueous-electrolyte secondary battery according to claim 1 , wherein said positive electrode which constitutes 
said battery element is a positive electrode containing a composite oxide of lithium and transition metal. 
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[o o l 8] *LT, *««©*7Ka»*z:»:«*fci3 
v^Ttts SftS^lfc^A^aKSfc, *Htt2«>»»* 

mz&ttixn-mtt 2 ©a.»fc»ia* y - k 



3, EWH t !>-K4lt, '>'KH7^-h7^ 
£ ft < ST- &jS £ 5 h 7 4 /v 

* y 7"y y^»«r*Avtf*U7 ^ vjRSMHBJlfttfJbe 

5 5*- vy << fl'&<o%?imtmz®i&xffliz*ix^ 

So 

[0 0 19] :olitB3t*t. *3Mt2f*, 09*. 
tf#8««»2K 7*5 = ^12 2, iRNMIJI (7 
2 303i«»64!),fli*IIMStt 
5;:£KJ:9*f.lfc£*i5. Lfci>ot, ft$i&2<Dmffl 

&mfee>mxmm?gi®2 a :o9»»isti 

2 3H±asSW£flS*&;h,5::£K:ftS. 
[0 0 2 0] Lfci»»oT\ ±EA**i* y- K3^Ett 

[0021] en y-Ks^jE 

ffiiSB-y-K4©±fE&jg£&2 a 

13 4(4, AfliJ>SI-?y-K3 4r^J^, d©ffigfi|jt£>M- 

5»£|JS5U:J:9&®£*U £kK*©*M»l;a5fl-§£*t2S: 
#tofc1-*7S*-h7-r/V.i.©*J*9/i (f»i§«S2 3) 
£ PI C#li«k 9 ftS«SJ§ 6 fc J; 9«BS*VO*5. 
[0 0 2 2] ±i2:*y7^y^j£;faj/l5lc/8VN.5;!f-w 

y, gEttJj<y7*nf wft£\ '#«wu:7w yearns* 
# v^w v^mjt^jft^^ttfi. fSd°p^ *k y ^ y * 

fflUrt>AV\ *fcitl60 2aw±«r»^Lr«[fflL 

t l, nMj&*9-h'$tmm% j t?7 ! <{X'<>-v-- mx- 
mm Lit®, mmtm-ztezn^mx-iruy ^ 
mm 5 zm&i-z z a. 

[0 0 2 3] Z<D*\sy4>%&%Mm5\Z, SXTfcW 

^TZ£ift?-?*-b&*-yy°9>y'mzmmm:'&i- 

ZzkX\ »SSttSrS4 5 C £ ft < ffi^&Ji £ 

ft^^ttSU 5 ? a-h7^ i <D+#ft 

[0 0 2 4] ±IS^^^-h«*y7 , y V</»Ji:LT 
(4, Wtti'M y Jo (if/l/7t h7t7 
-h) f-^v, fF7'fy7'o^->^y 1 fh5- 
n-7*h^-->^^>> Xh7*7. (2 -x.^-/U— 

Ti>7^f7!J;^v'f/'y > fi- 
?/< h*->^*y#, — fiarsCT i (OR) 4 (Rlt^fli 
zteH) X-&ZtlZ?h 1 7TA>='*is"f-fi>ik£tV!>, tL 

<(4, dtvf>£*^yK«*^£©Sfi;-c#e)n-5r 



[0 0 2 5] ^y/P^^'V^ (Tir* 

jlsT^Y-r h) ^yT'nzK^fv' (2-^*vU- 

1, 3-^fy^7h) (2-^^/1— 
^y*^) tf* (2-^*/t/- 1 , 3 -^f-^v^y 

b Kn^tf* (7** ^*>-^ -«3t (HOY 
O) 2 T i (OR) 2 Xf* (H 2 NYO) 2 T i (OR) 2 

(y, R«:«ft**) -e«**ia*-*v*u- 

jftHIW&ftS. 

[oo26] tL<tt, >r y^obvuhy^ y^rru 
•v>x/u*~/i>3-?*-hs 4 y/n tvu h y * 

^/Ufcfn*;^^- h) f-^*-K ffy'fy/D 

K t h 7 (2, 2-^r y/u^-^v'y i -y* 

;v) \fx (^-h yy^/u) **77^K^*-K 
*^*~-K tr-x (^^^tro/jN^^*— h) 

u>^*-K <<y7*}*frVy*9 9 S4frT9* 

K -f y/p bVW Vx s rT*<4A'¥T9 V A* 
*#*-K -YyynfcVuhy (^f^*^7*- 
h) *^*-K /fy7 P P^H>y^^U7x-;Uf^ 

K ^y^ntf/Uhy (N-7;yx^7^/ 
^*vL-) 79*~h#<D<?-9 % sik&® J $>T/i'=**i'X}) 

79 crisis- hft*wot^e>atfix5-«a, 
1 1 < « 2 aa«±<&a**"c«j* § ft* ± ? 9 * 

[0027] :h&m-m*y^yy/*j©i 

fcU<tt2a£Jl±*iE^UT±E*U'7-f 
»*5fce£+fttfJ:v\ 
[0 0 2 8] 1/7 ^ ^XfflMMI 5 _k\Z& 

HC»JfiW!iv*&ft* -jft^mjESftTv^iBfi^u- 
K©*yxf i/y, # yyntfuv^aEti^y^f 1 ^ 
>\ *tt*yyptruvftif*a^v7-f v*«ffisrfl[ 

[0029] msffi^ y-K (asss^ y - k 3 , la 

«HF-y-K4) ft, IEiUS*ft€ft<D*«ftfctt£Sft 

f*cft&o**ftifasa*Lv\ *a«^y-K3», 

gE£ fc [*- y 4vK * fc f* w ft e> co^^ft if tftt/B T? # 

So 

[0 0 3 0] ^y^r^-io'ftsnaa^ y-K 
3 triov>r a*tt#iuaK 45ii^e>, s^iaot 



ttAffiffi^ y - K 3 iCO^* l/7>f 5 

[0 0 3 1] 5 5*- K7^/UA<o*rtat(i % iftttfi? 

tLTte, ^ycn^uy^^y 7 P Pzt: 0 UVfeL<^^ft 
?3^«-Ma p n W?^LVN^, co±5ftaBtt, sa 

fS]±-f*^T'fefttf, T 9 }) frSttefe*-? l"{ 
Sfcf±T^^y^-ftftif-C«ttS:±lffc»J»Srttfflr 
5^»**>«#, wO±3ft¥ffi-C«te«:±tf5fc % r 

s*-h7^^©*rtifcroj:5fta 

ttfr^£ft*::tU7^ y*««*r*«r6©tt:#a-Ct4 
ftv\ 

[0032] h^^y 

^a*E^Sftfc, WattSrafttoi*^«'4:0«»tt 

^5Sca$ftfc»#»]i5^. aa«^y-K<z>^ji±ic 

ffM£ftT^<5<DT\ *5>aifl^>ffi«>r/hSv\ aa*g 

^ y — KO&JR ^7U^h7>f /UA^*f^ii(0^ 1/7 
[0 0 3 3] S&fcWU ±E»»#ja5^7 5*-h7 

-f /uAo*rtjitiii^(75»iiB (Mji 6) -c«a$ftr 
i^*(7)t% y*aE3»*j««ffljttte!Ra-*-ac:i: 

a-T»*>5«tt*as: trv>ft^jsrstt^iiiv^j!g 1 

[0 0 3 4] d^T% *\sy4>1t&imMtiL, *\s7 4 

^%mm^9*-yjk*y7y>>?m*Q. 3-20 

£<9£?£L<teO. 5-10li%ttltl 
^Sc^ft^o 

[0035] f^^hs*77 p yywo. 3 a* 
%aT-ett**te#*»sftftt\ 2oit%^ 
*^y^»©fi*#i»<, aafta*»a^ft 

oTU^o 3SHft**ttS:»Sttt0. 5fifi:%je>l± 

[0 0 3 6 ] ±E*^*-h**y^y V^fflSr^L 

tt. »»tt*ak#* ftftv^ 100^ mB±ti48fl 
©««M*^ft-cftv^ 0 1 MmKTT?tt*S-fca«rJE* 

aa**aa-c#4<4«. 

[0 0 3 7] 79**- YTkXyZfV > 9m&tt Lit* 

^*a«*ia5±K»j**ft6, 7^-h7^ 
^A©*rtatrai:atJ!i^e>fts«aa6^jp*f4i m 



Jl 5 lc#-i-Sttfltt«B*«tt**;fc**v\i 10 0m 
[0 0 3 8] ;©*«:*f7^VX«*#J«5±fc?&* 

/imifi<l^7 , <CoTLS5-li:Sr#Ii:-r5i:, 5 m mBi 
5 t y 5 h 7 4 1\> ASrtJI t (DftftlMX'h £ r £ £ 

[0 0 3 9] itSSfth,^ 1 X'hZAK 

nyy;K r^y/v-y/K r^yniM)/^, #y 

K, #!I./ntfi/yW'f K, &tf -ft ^©^-g-tf y 

i^yv-tLT, fc£x.tf#y (ti!)f^7^D 

7-f K) ^*y (t=y7y7;^D7^f K-co-'-Jft 
7^tD/Difuy) , #y (f=yf>7;i'tc7-i' 
K-co-rh77;i-*Pxf i/y) , #y (^!)7>7 
/l^ny-f K-co- h y ftif&.fctfc: 

ft^roeB^^#affifflr#sAs, cftbicpg^ 

$ft5t>WC(±*V\ 

[oo4oj jEmm^mm^rc^m^wm^mM^ 

ffiffi^KJl * ft: llfttt&ftM KAMI $ ftfcH&m«? 

fcttAageftKJU^ssiirHfleflssft-cv.^. 

[004 1] y>MK«A?fU*s V?-7 Aig£^tf bIS^J 
£ 2SS%£U:-~3 0li%WTw-7 h y **JK$HF-a» 
ibft-5, x*fvu$g, x— tVwS, 

£#-e#s. 

[0 0 4 2] y/^Sfl?®SrraS-*-5^*fc*), -©£ 

■ctt, y/M£®»«£«£i-s©K&ffi£ft-c^*«* 
i*#y (f=y 7^7^d 7 ^ k) ^#y (f-y r 

>7/W^-ny^ K-co-^^f-y-^/U^-nyn fuy) ft if 
[0 04 3]X^I{nffl«. y^-Mttfc-tft* 



I4 % *y (x^n^aMM' K) ^B«t#4if©i- 

tvi^^t?^ #y (y^^y^-h) x*7\*3R, r 

#y (fxyx^/M-ny-f K) ^tf 

y (trxyxv^yw^-n^-r K-co-^^--y-7^^-D7'ci 
;ur#y (tr=y 7y7;^o7-{ K) -^#y (e= y 

7V7^D7-f K-co-^*-y-7/l'3t-a7'D If UV) ft 
t'©7y»^^ffl^5 r £ ft'flS U\ 
[0044] r © J: 5 fc^««Mt*fcHtK£*-H* 

Kfflv^ftsyf-CAaitrttffl'tscttf-c*, y^^ 

AflS** (ft) £LTtt, «itrietTOfc«>i4J*tfb4i 
ZAK -ftfjf-ISSSftStWCttftvv 
[0045] fcixif, *Sfl:'y^^A*fty ^*aV a 
^{byf-^A, seats? y^-* a, iB&st»y f-?A N * 

9 7/wxt-n(s5g?y fyA, y v®?y 9 1 - 

?a v s^y^^A, e-* (h!)7;utP^?y^/i/7 

*x/U) * h*y f-^A, LiAsF 6 . LiCF 3 SO 
3, L i C (SO2CF3) 3> LiAlCU, L i S i 

[0 04 6] cftiby 5 L '?A{fc^ttiii#i-e;i3^-ctif 
LT^-cb&v^ cftbotr-L i p 

F 6 ; LiB F^BfflSSfetSW^feSS U\, 

[0047] y f-vA.&zmmi-zWkBtt l-c\ y^ 
mfl?wfte>> ^mam^o. i~3. o^-c-nft-c-t 

[0 04 8] #3§91©«?itt> -bSE©<fc 5 ft$i&x*x 

^w, ttSEoyf-^AWd-^ffitisiatfli^i-act 

®£<D&mtt&k LT»±, y^^AS: K-7\ JliK-7 
■T?#5*t»«r«ffl-f5rt*-C*5. C£OJ:oft^<i© 

y^^ASrK-7*, .KK-^-e#5lt»£L-C»i. ^y 
T-fe^-u^, *y b*n-^4?©^XJ?»S n0 2 *f©K 

[0 05 0]Effil4, aW£-f5a^©S5SlCfl?CT, 



iS 2< MoS 2 , NbSe2, V 2 0 5 3?(D ]) A££ 

#L*v^*fc»*svn«Mfc*w\ l imo 2 (st 

itJ:ot*4 9, i§#0. 06(t±l. 10«Ttfc 

SMc LTtt, Co, Ni, Mn*&*»SU\ 
5*y f-»A«*»fl:*b*#«li: UTiiL i c o 

O2, L i N i O2, LiNiyCoi-yOatStv 0<y 
<l-efe5„), L iMn 2 04«**«f5wiAST? t 

[0 0 5 1] 

[0 0 5 2] »>7'/HE?fc<PfftK 

[0 0 5 3] «&^Lfc*«S«95(5 9 0fi*gBi, i^^JWi 

u u-)vztv7,m.xmmm^. &m*&m 

Lfc 0 

[0 0 5 4]-*, E«4r*©J:5»tfHHt*:. 

[0 0 5 5] lEffiffi^ff ( L i C o 0 2 ) Sr#5 fcfe 

©Jt*?ft£U 2S*«C, 9_0 0'C-e5B*IBJ*J*Lfc. 
ftlr, fcfcftfcL i C 0O2 9 lfiSSlk ^m^Jt LT 

neeajM. tMNHfc lxxd (.v=.y 7*7**0 

7 4 ¥-10-^*^7 iv* ■a? v eu» 1 OttiSUi-Sr 



3^7!J -S:iE<S*a*-Cfe5l?$ 2 0 M mOSDtT 

[0 0 5 6 ] y^«««««rftOj;5K:UT# 

[0 0 5 7] A®. jE«±fc«»:n^ u> (EC) 4 
2. 5fi£Sik KiyBf^ (PC) 4 2. 5 ft 
§15, LiPF 6 1 5 3 0»*» 

l:, li¥WiMw6 0^o#!) (t=!l7V7/i' 
*n 5^ K-co-^^t7/i-t b 7*ii e i/V) 1 0M1: 

U #a-C8«Wlttk«U « 

[oo58] 4M4*«*jt*ft# tfc^ffi, &t«E«* 

^A4MMHMI EE^-fSiiT-ffiSU. 5 c 

mX4. 0cm, /?£0. 3 mmO?fil^^SHf 

[0 0 5 9] fc«©g*ltJli»sai$*LTV*fc^»£ 
0E«f±T/I'$f6, Affil*$@?S) iC7/K=yi*!5>f> 

<e 5 bus* y - kxt/= y $vua» e> ft 5 y - 

}f AU 2 0 OU l 0&O^kWX'y-*m\ci: <0 '*- 
yu«5mmT?f^i»*t, KKtl^U. 
[0 0 6 0] SafcffjRtftbftffl 

yy ^^jw*#», «^y - K±o***ui0*.*, « 
%mm±.^®mLtz*i'7 j ymm mwtm) <om*. 

[0 0 6 1 ] JEffifc L< ^cWc&tH&ffiL 

m% Lit. 

[0 0 6 2] 
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(0 0 6 3] 4*5 % »lfc*JV^-C, 7U^h7^^A 

[0 0 6 4] A:CPP (^^^ F^U/n tVy) 
B : PE (tfy^UV) ^CPP 
LLDPE 

t \s<4 VSlSStt L L D E P 

r^y/«ttPE 

[0 0 6 5] >{ :EPR (if U^/p t°uyrfA) 2 
0SS:%. h/^y4 0lt%, ^->i/y4 0ti%^ 
b*5a***:6 0 , C-CJB*»»U «10>ttJ*i:*5 

h) f-^^SraSJDLfc. S*^> 15 0t"ClB»imai 

[0 0 6 6] o : PE^tttfcCPP 2 0 

y^naK*S/^^^tr«aotfc. 15 0°C-C1 

[0067]/^:EPR10 Sfi%> PE^tttfcCP 



1 5 OtTl WIBttJIkUfc. 
[0 0 6 8] n :^Wy»SEttLLCEP(01 0 0 /x 

»Ufc 0 

[0 0 6 9] * : >»3ettC PPOlOO/img 

[0070] ^:7^!i PE^100/i mJ?^ 

[0 0 7 1 ] jMjj 

»n-2 7arjJteei]i-i i^k»««i^ov^ 

[0 0 7 2] *fc, SO60!|l-2 7&tfJt««l-l 1 

(oncost, 4o°c. tt«taft6 5%oaafiatt 

SS^i:^ 2 ^rt^Scm (1/2C) icfc^-c 
5 0 oEco*»«^-<^^K»S:m\ WMM^<n\m 



[0 0 7 3 J *SmSr*2fc:7j*1- 0 



[0 0 7 4] 
[«2] 
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it«fl1 


1 2 


70 


itttfl2 
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78 
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7 7 


ftgffTg 1 


1 5 
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E533IOI 


1 5 


70 




97 


3 0 



[0 0 7 5] «2ft»&nblMe£9fc, *V7-<^W& 
~2 7?f3*#<aftAfctfc>*T^ft<&#ft1M;?A' 

»tt**-fri:a«aB**tfc. ittfcflJ 1 ~ 8 li, icon 
WftHk^tv^^; s^y v/SJcoa^jg 

[0 0 7 6] 

USE ©8b*] El±oRW*»6tW&*»*J:5fc, #38 
[ESfflj|#iKIB] 

[0 3] #|.»tt«)lft**««:-(BHttllfLr*-*-«lMS]« 

i am**/ 2 **e#* 3 Affiss^f- y - k, 4 

-K» 5 tu7^y^tm 6 

n, 23 mm^m 



[ii] 



[12] 



[14] 



[H3] 




(51) Int. CI. 7 

H 0 1 M 10/40 



mm* 



F I 

H 0 1 M 10/40 



Z 
B 



F*— 5H003 AA03 BB01 BB05 

5H011 AA10 AA17 CC02 CC06 CC10 
DDI 3 EE04 FF04 GG01 GG08 
HH01 HH02 HH12 KK01 KK02 
5H022 AA09 BB11 BB22 CC02 EE03 
EE10 

5H029 AJ04 AJ05 AJ15 AK02 AK03 
AK05 AK18 AL02 AL06 AL07 
AL08 AL16 AM00 AM01 AM07 
AM11 AM16 BJ04 CJ05 CJ08 
CJ22 DJ02 DJ03 DJ05 EJ01 
EJ11 EJ'12 EJ14 HJ01 HJ04 



